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(54) Tablet comprising a phosphate-binding polymer 



(57) A tablet containing a phosphate-binding poly- 
mer, which has an average particle size of 400 jim or 
less, contains particles of 500 fim or less in particle size 
at a ratio of 90% or more and has a moisture content of 
1 to 14%, together with crystalline cellulose and/or low 
substituted hydroxypropylcellulose, and a process for 
producing the same are disclosed. 

The phosphate-binding polymer tablet according to 



the present invention contains the active component at 
a high ratio, is excellent in the ability to bind to phos- 
phate and are quicl<ly disintegration in an acidic to a neu- 
tral region while being little affected by the stirring 
strength. Accordingly, it is an excellent preparation ca- 
pable of regulating changes in bioavailability due to the 
gastrointestinal motions and pH value. 
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Description 

TECHNICAL FIELD 

[0001] This invention relates to a tablet containing a phosphate-binding polymer. More particularly, it relates to the 
tablet containing a phosphate-binding polymer, which ha!5 an average particle size of 400 jim or less, contains particles 
of 500 nm or less in particle size at a ratio of 90% or more and has a moisture content of 1 to 14% together with 
crystalline cellulose and/or low substituted hydroxypropylcellulose, and showing a rapid disintegration, dispersibility 
and an ability to bind to phosphate, and a process for producing the same. 

BACKGROUND ART 

[0002J Phosphate-binding polymers, which are non-ab:5orptive polymers capable of adsorbing phosphate, are useful 
as remedies for hyperphosphatemia induced by renal hypofunction such as renal insufficiency. As described in for 
example. U.S. Patent No. 5496545, phosphate-binding polymers are publicly known as cationic polymer compounds 
comprising pnmary and secondary amines which are prepared by crosslinking polyallyamine with the use of a crosslink- 
ing agent such as epichlorohydrin. 

[0003J With respect to phosphate-binding polymer preparations as remedies for hyperphosphatemia, for example 
U S. Patent No. 5496545 points out that tablets can be produced by using various additives Including crystalline cel- 
lulose. However, the patent cited above presents no particular example of such preparations. Although the present 
inventors attempted in practice to produce tablets by blending various additives with the phosphate-binding polymer 
obtained by the method as described in the above patent, no tablet could be successfully produced thereby 
[0004] IVIoreover. known adsorbents for oral administration, for example, a calcium polystyrene sulfonate preparation 
(Kalimate™ manufactured by Nikken Chemicals Co., Ltd.), a sodium polystyrene sulfonate preparation (Kayexalate™ 
manufactured by Torii & Co., Ltd.), an adsorptive carbon preparation (Kremezin™ manufactured by Kureha Chemical 
industry Co., Ltd.), a cholestyramine preparation (Questran™, manufactured by Bristol-iVlyers Squibb Co ) and a pre- 
cipitated calcium carbonate preparation (manufactured by Emisu Yakuhin K.K.). are all in dosage forms of bulk powders 
powder preparations or capsules containing powders. Namely, there has been reported no example of preparations 
of this type in the form of tablets so far. 
30 [oooq When orally administered, phosphate-binding polymers adsorb phosphorus in foods followed by excretion 
into the feces to thereby Inhibit the absorption of phosphorus via the digestive tracts, thus regulating the phosphorus 
concentration in the blood. These phosphate-binding polymers are taken in a relatively large single dose i e from 1 
to 2 g. Because of reacting with water and thus swelling rapidly, the phosphate-binding polymers can be l^ardiy taken 
3s sucn. 

35 [0006] Patients with dialysis to whom the phosphate-binding polymers are to be administered as remedies for hy- 
perphosphatemia are frequently under restriction In water intake. It is therefore required to develop phosphate-binding 
polymer preparations which can be taken with a small amount of water. One of the promising dosage forms is tablets 
which can be small-sized by compression, in particular, coated tablets which would not disintegrate in the mouth and 
can be smoothly ingested. When processed into tablets by compressing, however, a phosphate-binding polymer alone 
gives only a poor tablet hardness and thus cannot be processed as such into a tablet preparation. Due to the hiqh 
hygroscopicity and swelling properties of the phosphate-binding polymer, It is also impossible to produce a phosphate- 
binding polymer preparation by the wet granulation method with the use of water or a binder solution containing alcohols 
etc. followed by drying. 

[0007] To overcome these problems, it has been required to develop a production process which comprises blending 
a powdery phosphate-binding polymer with powdery additives having excellent molding characteristics and compress- 
ing the obtained mixture. Such a preparation should be designed by taking into consideration changes in the disinte- 
gration properties and dispersibility accompanying the compression. Since a phosphate-binding polymer is to be taken 
in a relatively large single dose, special regard should be paid to give a preparation with a high content of the active 
component. 

50 [0008] Although the present inventors attempted to produce phosphate-binding polymer preparations in the form of 
tablets by using various additives described in U.S. Patent No. 5496545, they could not produce any favorable tablets 
which contain phosphate-binding polymer having a sufficient hardness, a rapid disintegrative dispersibility and an ability 
to bind to phosphate. 

55 DISCLOSURE OF THE INVENTION 

[0009] Under these circumstances, the present inventors have conducted Intensive studies to solve the above-men- 
tioned problems. As a result, they have successfully found that a phosphate-binding polymer tablet which contains a 
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large amount of the phosphate-binding polymer, has a sufficient hardness and shows rapid disintegrative dispersibility 
and an ability to bind to phosphate can be obtained by adding specific additives to a phosphate-binding polymer which 
has certain characteristics, thus completing the present invention. IVIore particularly speaking, they have found that a 
tablet, which contains a phosphate-binding polymer having an average particle size of 400 |im or less, preferably 250 
^m or less, containing particles of 500 nm or less, preferably 300 ^m or less, in size at a ratio of 90% or more and 
having a moisture content of 1 to 14%. together with crystalline cellulose and/or low substituted hydroxypropylcellulose. 
has excellent characteristics. 

BRIEF DESCRIPTION OF THE DRAWINGS 



[0010] 



Fig. 1 provides a graph which shows a relationship between the moisture content of the phosphate-binding polymer 
and the tablet hardness in Example 2. 

Fig. 2 provides a graph which shows a relationship between the moisture content of the phosphate-binding polymer 
and the disintegration time of the tablet in Example 2. 

Fig. 3 provides a graph which shows a relationship between the moisture content of the phosphate-binding polymer 
and the tablet hardness in Example 3. 

Fig. 4 provides a graph which shows a relationship between the moisture content of the phosphate-binding polymer 
and the disintegration time of the tablet In Example 3. 

Fig. 5 provides a graph which shows the disintegration properties (i.e., a relationship between the strokes of the 
disintegration tester and the tablet hardness) of the phosphate-binding polymer preparation in Example 4. 
Fig. 6 provides a graph which shows the phosphate-binding profile of the phosphate-binding polymer preparation 
in Example 5. 



MODE FOR CARRYING OUT THE INVENTION 



[001 1] As the phosphate-binding polymer to be employed in the present invention, use can be made of. for example 
one prepared by grinding the dry phosphate-binding polymer obtained by the method disclosed in U.S. Patent No* 
5496545 so as to give a ground material having an average particle size of 400 fim or less, preferably 250 ^lm or less 
and containing particles of 500 \im or less, preferably 300 am or less, in size at a ratio of 90% or more, and then further 
regulating the moisture content thereof to 1 to 14%. Among phosphate-binding polymers, a crosslinked polymer ob- 
tained by treating polyallylamine with epichlorohydrin is particularly suitable in the present invention. 
[0012] It is not preferable that the average particle size of the phosphate-binding polymer exceeds 400 jim. since a 
sufficient hardness to give tablets can be hardly achieved in this case. When the moisture content of the phosphate- 
binding polymer is less than 1 %, it is also impossible to obtain a sufficient hardness to give tablets and thus the tablet 
surface is liable to be abraded. When the moisture content thereof exceeds 14%, on the other hand, a sufficient hard- 
ness can be achieved. In this case, however, the resultant tablets undergo plastic deformation; which makes them 
inadequate as a medicinal preparation. To obtain tablets with Improved administration properties, it is necessary to 
impart such surface strength to the tablets as to give a hardness of 6 KP or more (measured with a tablet hardness 
tester) and a weight loss of 1% or less in an friability test (100 revolutions). Moreover, the tablets should not undergo 
plastic deformation. To satisfy these requirements, it is required that the moisture content of the polymer falls within a 
range of 1 to 14%. The expression "a moisture content of 1 to 14%" as used herein means that after drying at 105*»C 
for 16 hours, the weight is reduced by 1 to 14%. It is preferable that the drying weight loss ranges from 2 to 14%. When 
the phosphate-binding polymer per se absorbs moisture in the course of grinding to give a moisture content of 1 to 
14%, the phosphate-binding polymer may be used in the tablets of the present invention as such without regulating 
the moisture content any more. 

[0013] The phosphate-binding polymer may be ground with an arbitrary apparatus without restriction, so long as a 
particle size of 500 ^m or less and the average particle size as defined above can be achieved thereby. For example, 
use may be made of an impact grinder therefor. 

[0014] The moisture content may be regulated by using a moisture-controlling agent, for example, a saturated aque- 
ous solution of sodium chloride (25°C. relative humidity 75.3%), a saturated aqueous solution of calcium chloride (25'>C, 
relative humidity 84.3%). a saturated aqueous solution of magnesium nitrate (25°C. relative humidity 52.8%). etc. or 
allowing the polymer to spontaneously absorb the moisture in the atmosphere. It is also possible to prepare the phos- 
phate-binding polymer In such a manner as to give a moisture content within the range of 1 to 14% to thereby provide 
the polymer with the desired moisture content. 

[0015] Although the crystalline cellulose to be used in the present invention is not particularly restricted, use may be 
made therefor of one showing a weight loss of 7% or less after drying at 105^0 for 3 hours. It is preferable to use 
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marketed products, for example. Avicel™ PH101 . PH102, PH301 , PH302. etc. (manufactured by Asahi Chemical In- 
dustry Co.. Ltd.) either alone or as a mixture thereof. 

[0016] The low substituted hydroxypropylcellulose to be used in the present invention means one having a degree 
of substitution by hydroxypropoxyl group (-OCaHeOH) of 5.0 to 16.0% by weight. As a low substituted hydroxypropyl- 
cellulose, It IS preferable to use marketed products such as LH-11. LH-21. LH-31. etc. (manufactured by Shin-Etsu 
Chemical Co., Ltd.) either alone or as a mixture thereof. 

[0017] The amounts of the crystalline cellulose and/or the low substituted hydroxypropylcellulose to be used in the 
phosphate-binding polymer tablet according to the present Invention may be arbitrarily determined by taking the dose 
of the phosphate-binding polymer as an oral preparation and the administration properties of the preparation into con- 
sideration. In a preferable embodiment, for example, the crystalline cellulose and/or the low substituted hydroxypro- 
pylcellulose are used In an amount of 10% by weight or more, preferably 30% by weight or more, based on the phos- 
phate-binding polymer which has an average particle size of 250 ^im or less, contains particles of 300 ^im or less in 
size at a ratio of 90% or more and has a moisture contenV of 1 to 14%. When both of the crystalline cellulose and the 
low substituted hydroxypropylcellulose are added, it is preferable that the sum of the contents of these components is 
10% by weight or more, preferably 30% by weight or more. From the viewpoint of the administration properties etc 
of the preparation, the upper limit of the content of the crystalline cellulose and/or the low substituted hydroxvDroDvl- 
cellulose is from 50 to 200% by weight 

[0018] Since the phosphate-binding polymer and the crystalline cellulose or the low substituted hydroxypropylcellu- 
lose have highly frictional natures, it is recommended to use a hydrogenated oil in the step of the continuous tabletting 
so as to relieve the load due to the rubbing between the blend and the punch of a tabletting machine. As the hydro- 
genated oil. use may be made of a marketed product such as Lubrlwax^ manufactured by Freund Industrial Co Ltd 
[0019] The phosphate-binding polymer tablet according to the present invention can be produced by blending the 
phosphate-binding polymer with the crystalline cellulose and/or low substituted hydroxypropylcellulose together with 
fillers (lactose, sucrose, mannitol. etc.). lubricants (magnesium stearate. polyethylene glycol, etc.) other additives 
conventionally employed in the art, perfumes, coloring agents, etc. followed by tabletting. 
[0020] The phosphate-binding polymer tablet according lo the present invention may be further processed into a 
film-coated tablet by coating the surface thereof with a film. In the film-coating, use may be made of water-soluble film 
bases such as hydroxypropylmethylcellulose and acrylic copolymers. It Is particularly preferable to use hydroxvoroDvl- 
methylcellulose therefor. 

30 [0021] To further illustrate the present invention in greater detail, the following Examples and Referential Example 
will be given. However, it is to be understood that the present invention is not restricted thereto. 

Referential Example 

35 [0022] Epichlorohydrin was added as a crosslinking agent to polyallylamine and crosslinking polymerization was 
earned out to give a cationic phosphate-binding polymer wherein the primary amine (81 .2% by mol) and the secondary 
amine (18.1 % by mol) formed hydrochlorides at a ratio of about 40%. The obtained polymer was vacuum-dried to give 
a dry powder. This dry powder of the phosphate-binding polymer was ground by using a Fitz IVIill (Model M5A manu- 
factured by Fitzpatrick) and thus a moisture-containing phosphate-binding polymer (moisture content: 3.6%, ratio of 
particles of 300 fim or less in size: 99.7%) was obtained. 

Example 1 

[0023] To 1 50 mg of the moisture-containing phosphate-binding polymer obtained in the above Referential Example 
45 either crystalline cellulose (Avicel™ PH101 manufactured by Asahi Chemical Industry Co.. Ltd.) or low substituted 
hydroxypropylcellulose (L-HPC LH31 manufactured by Shin-Etju Chemical Co.. Ltd.) was added in an amount of 150 
mg. I.e.. 100% by weight based on the weight of the phosphate-binding polymer The obtained mixture was compressed 
under a static pressure (500 kg. 1,000 kg or 1500 kg) to give a tablet (diameter: 10 mm) weighing 300 mg For com- 
parison. 150 mg of the moisture-containing phosphate-binding polymer was blended 150 mg of one additive selected 
from among lactose (200M DMV), mannitol (manufactured by Kyowa Hakko Kogyo Co.. Ltd.). methylcellulose (Meto- 
lose^ SM-15 manufactured by Shin-Etsu Chemical Co., Ltd.). talc (manufactured by Kihara Kasei), hydroxypropyl- 
cellulose (HPC-L manufactured by Nippon Soda Co., Ltd.). hydroxypropylmethylcellulose 2910 (HPMC TC-5-RW man- 
ufactured by Shin-Etsu Chemical Co.. Ltd.). carmellose calcium (ECG-505™ manufactured by Gotoku Yakuhin) The 
obtained mixture was compressed under a static pressure (500 kg, 1 .000 kg or 1500 kg) to give a tablet (diameter 10 
mm) weighing 300 mg. Further, 300 mg of the moisture-containing phosphate-binding polymer was compressed under 
a static pressure to give a control tablet. 

[0024] The hardness of each tablet thus obtained was measured with a hardness tester (Pharmatest) Also tablets 
showing a hardness of 6 KP or more at a compression pressure of 1 ,000 kg were tested by using a disintegration tester 
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(manufactured by Toyama Sangyo) with the use of water as a test fluid. Tabie 1 summarizes the results. 
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Table 1 



5 


Additive 


Tablet hardness (KP) (compression pressure: kg) 


Disintegration 1000 kg (min) 


500 


1000 


1500 




crystalline cellulose 

L-MHC 


9.4 
5.4 


17.7 
11.4 


24.1 
17.1 


0.5 
10.5 


10 


lactose 


0.7 


1.8 


3.3 






mannitol 


0.4 


1.2 


2.0 






methylcellulose 


10.2 


20.0 


24.4 


22.3 




talc 


0.2 


0.4 


0.6 


15 


HPC-L 


13.3 


22.6 


25.1 


> 30 


HPMC 


4.8 


10.1 


13.9 


>30 




ECG-505 


1.3 


5.0 


9.2 




(control) 


0.5 


1.5 


3.3 





C0025] As Table 1 shows, the tablets showing hardness exceeding 6 KP and disintegration time not longer than 15 
minutes could be obtained by using crystalline cellulose or low substituted hydroxypropylcellulose (L-HPC). 

Example 2 

IS , moisture-containing phosphate-binding polymer obtained in the above Referential Example was dried at 
105 C for 1 6 hours to give a dry phosphate-binding polymer powder (moisture content: less than 0.1 %) In a desiccator 
this dry powder was allowed to absorb moisture with the use of a saturated aqueous solution of sodium chloride as a 
moisture-controlling agent so as to prepare phosphate-binding polymers with moisture contents of 1 1 to 16 4% 
[0027] 200 mg of each of these phosphate-binding polymers differing in moisture content was blended with 1 00 ma 
of crystalline cellulose (50% by weight based on the phosph^ite-binding polymer) and the resultant mixture was com- 
pressed under a static pressure of 1,000 kg to give a tablet (.liameter: 10 mm) weighing 300 mg 
[0028] For comparison, 300 mg of each these phosphate-binding polymers differing in moisture content was com- 
pressed under a static pressure of 1.000 l<g to give a tablet (diameter: 10 mm) weighing 300 mg 
[0029] The hardness of each tablet thus obtained was measured with a hardness tester. Fig. 1 shows the results 
IMoreover. tablets showing hardness of about 6 KP were each subjected to a friability test by revolving 100 times with 
the use of a friability tester (25 rpm. 4 minutes) and then the weight loss was determined. Table 2 summarizes the results 



Table 2 



Tablet composition 


Moisture content in phosphate- 
binding polymer 


Tablet hardness (KP) 


Friability (wt.loss:%) 


phosphate-binding polymer 300 
mg 


6,1% 


8.0 


3.6 


phosphate-binding polymer 200 
mg crystalline cellulose 100 mg 


1.1% 


7.9 


0.7 


phosphate-binding polymer200 
mg 

crystalline cellulose 100 mg 


<0.1% 


5.6 


1.6 



[0030] As Figs. 1 and 2. and Table 2 show, the tablet produced by comprising the phosphate-binding polymer alone 
could not achieve sufficient hardness (6 KP or more) at a moisture content of 5% or less. Although the tablet with a 
moisture content of 6.1% showed a hardness of 8 KP. the friability exceeded the allowable level (weight loss: 1% or 
less) specified in United States Pharmacopoeia. That is to say, it had a poor surface strength. In the tablets produced 
by compressing the phosphate-binding polymer containing 9% or more moisture alone, the disintegration time was 
prolonged with an increase in the tablet hardness. The tablets with moisture content of 16% or more suffered from 
plastic defomiation. thus showing inadequate tablet properties. When the phosphate-binding polymer was blended 
with crystalline cellulose, in contrast thereto, a sufficient hardness and tablet surface strength were observed and rapid 
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disintegration (disintegration time: about 1 minute) was achieved within a moisture content range of 1 to 14%. 
Example 3 

[0031] The moisture-containing phosphate-binding polymer obtained in the above Referential Example was sieved 
by using a sonic shifter (manufactured by Seishin Kigyo) through 60 mesh (250 urn). 80 mesh (180 iim) 150 mesh 
( 06 ^m) and 270 mesh (53 nm) sieves to give a phosphate-binding polymer of 250 nm or more in average particle 

° *° '"^'^^^ "'"'"'^ """"^ 180 jtm in average particle sfze one S 

from 53 to 106 (im in average particle size and one of 53 urn or less in average particle size 

'°?f ^ IL^.^I'"^ phosphate-binding polymers differing in average particle size. 1 00 mg of crystalline 

cellulose (50% by weight based on the weight of the phosphate-bindlng polymer) was added and the obtained mSur^ 
was compressed under a static pressure of 1,000 kg to give a tablet (diameter: 10 mm) weighing 300 mg 
[0033] For comparison. 300 mg of each of the phosphate-binding polymers differing in average particle size was 
« rnnT^^lf ^ '"'^^^"'^ °' 1'°°° *° 9'^® ^ ^^'''e* (diameter: 10 mm) weighing 300 mg 

tS! P the results of the measurement of the hardness of each tablet thus obtained with a hardness 

rS, i ^^"'^^ '"^ °* "'^ determination of the disintegration time thereof (test fluid water) 

ELiJfl'^^' t f ^^"'^'^ P'"**"''^^ compressing the phosphate-binding polymers alone 

could achieve a sufficient hardness (6 KP or more). When crystalline cellulose was added to the phosphate-binding 
polymers, in contrast thereto, the hardness was elevated with a decrease in the average particle size. A sufficient 
hardness and rapid disintegration were established at an average particle size of 250 urn or less. 

Example 4 

»5 200g of the moisture-containing phosphate-binding polymer obtained in the above Referential Example was 

ai alrr^^Jt ^ m "^fi^'""^ ^"'^ ^"^ ^ '"^'''"^^'""^ ^'^^'^'^ (manufactured by Nitto Kasei) emWed 

t^frfn iJTr . f "f^ compressed by using a rotary tabletting machine (IVIodei HT-P18A manufac- 

aonln ^nH T ^"^"^^l""^^^ ^ P^«««"^« °f 2.000 kg to give tablets (uncoated) of 9.5 mm in diameter each weighing 
300 mg and containing 200 mg of the phosphate-binding polymer. 

30 SSJ^II "'1^^"'®'^ ^'''^ ^ hardness tester (a contesK^r). these tablets showed a tablet hardness of 7.7 KR 

10038] Further, the uncoated tablet containing 200 mg of the phosphate-binding polymer was coated with a film 
comprising 8^25 mg of hydroxypropylmethyicellulose 2910 (HPIVIC TC-S-MW manufactured by Shin-Etsu Chemical 
•:; ""^^ polyethylene glycol 6000 (manufactured by Nippon Oil and Fats Co.. Ltd.). 1.8 mg of titanium 

Tdt DrS 5rm?frf ""'ITr ^^^^T "'-^ '-^^ -'"^ ^ machmejoria CoT 

« mn,o ""'^'^''^ manufactured by Powrex Corporation) to give a film-coated tablet preparation 

[0039] The flim-coated tablets thus obtained were tested by using a disintegration tester at 5 to 30 strokes per minute 
t"he rlsults'^ """'^ "'^P^"^"^ Pharmacopoeia", water). Fig sTo^ 

i?.«'!.?l.oH ^ C!^" 1^''°''!'. P'^°«P'^«'e-binding polymer preparation containing crystalline cellulose was rapidly dis- 
'"tegrated within the acidic to neutral region while scarcely affected by the stirring strength (stroke). 

Example 5 

To evaluate the drug effects, 5 uncoated tablets and 5 film-coated tablets, each containing 200 mg of the 
phosphate-binding polymer, prepared in Example 4 were examined in the ability to bind to phosphate in 200 ml of a 
test fluid which had been prepared by dissolving 4.7 g of sodium chloride. 21.3 g of N.N-bis(2-hdyroxyethyl)-2-ami- 
rioethanesul onic acid and 0.544 g of potassium dihydrogenpho.phate in water, regulating the pH value to 7 and heating 

lh!Ii',^ ^ ^'^'^^^ ^* "P*"- '^^^ ^"'"'y *° "'"^ phosphate was evaluated by monitoring the residual 

concentratton in the test fluid with the passage of time throughout the process of the disintegration of the 
ablets dispereion of the phosphate-binding polymer and adsorption of phosphate. The initial phosphate concentration 
n the test fluid and the one at the completion of the adsorption are referred to respectively as 1 and 0. Fig. 6 shows 

ins r6suiis. 

J^l^'^'^ ""^ phosphate-binding polymer preparations containing crystalline cellulose were able to 

rapiaiy oind to phosphate. 

55 INDUSTRIAL APPLICABILITY 

[0043] The phosphate-binding polymer tablet according to the present invention contains the active component at a 
high ratio, has excellent ability to bind to phosphate and undergoes rapid disintegration within an acidic to neutral 



45 



50 



6 



EP1 304 104 A2 



region while scarcely affected by the stirring strength. Accordingly. It is an excellent preparation capable of regulating 
changes in bioavailability due to the gastrointestinal motions and pH value. 

5 Claims 

1 . A tablet comprising a phosphate-binding polymer, wliich has a hardness of 6 KP or more, and a disintegration time 
of 15 minutes or less. 

10 2. The tablet as claimed In claim 1 , which further has a weight loss of 1 % or less when subjected to friability testing. 

3. The tablet as claimed in claim 1 or 2, wherein the hardness of said tablet is measured with a tablet hardness tester. 

4. The tablet as claimed in claim 1 . 2 or 3. wherein the disintegration time of said tablet is measured with a disinte- 
rs gration tester with the use of water as a test fluid, 

5. The tablet as claimed in any of claim 1 to 4. wherein the weight loss of said tablet Is measured with a friability 
tester (25 rpm. 4 minutes) by revolving 100 times. 

20 6. The tablet as claimed in any of claims 1 to 5, wherein said phosphate-binding polymer is a polymer obtained by 
crossrinking polyallylamine with epichlorohydrln. 

7. The tablet as claimed in any of claims 1 to 6. which further contains crystalline cellulose and/or low substituted 
hydroxylpropylcellulose. 

25 

8. The tablet as claimed in claim 7. wherein the content of crystalline cellulose and/or low substituted hydroxylpro- 
pylcellulose is 10 % by weight or more based on the weight of said phosphate-binding polymer. 

9. The tablet as claimed in claim 7 or 8. wherein said low substituted hydroxylpropylcellulose has a degree of hy- 
30 droxypropoxyl-substitution of from 5.0 to 16.0 % by weight. 

.10. The tablet as claimed In claim 7. 8 or 9. which further a)ntalns a hydrogenated oil. 

11. The tablet as claimed In any of claims 1 to 10. which is further surface-coated with a water-soluble film base. 
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Moisture content (%) of phosphate-binding polymer 



300 mg of phosphate-binding polymer 
— 200 mg of phosphate-binding polymer + 100 mg of crystalline cellulose 
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Fig. 2 
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Moisture content (%) of phosphate-binding polymer 



300 mg of phosphate-binding polymer 

200 mg of phosphate-binding polymer + 100 mg of crystalline cellulose 
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Fig. 3. 
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Fig. 4 
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Fig. 5 



Disintegration properties of phospliate-binding polymer preparation 
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Fig. 6 



Phosphate-binding profile of phosphate-binding polymer preparation 
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